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[Designation of Document] Specification 

[Title of the Invention] IMAGE -PROTECTING FILM, AND 

IMAGE-PROTECTING METHOD AND OVERCOATED RECORDED MATTER 
USING THE SAME 

[Scope of Claims] 

[Claim 1] An image-protecting film having a 
protective layer releasably laminated on a support and to 
be heat transferred onto an image surface of recorded 
matter on which an image has been formed, 

wherein the surface of the support on which the 
protective layer is laminated has a surface roughness (Ra) 
according to JIS-B0601 of from 0.2 to 0.5. 

[Claim 2] The image-protecting film according to 
claim 1, wherein the protective layer heat transferred 
onto the image surface provides a surface having a 60- 
degree specular gloss according to JIS-Z8741 of from 10 to 
30%. 

[Claim 3] The image-protecting film according to 
claim 1 or 2, wherein the support comprises a polyethylene 
terephthalate film containing inorganic particles, and the 
protective layer is releasably laminated thereon, 

[Claim 4] The image-protecting film according to 
claim 1 or 2, wherein the support comprises a polyethylene 
terephthalate film that has been subjected to surface- 
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roughening treatment by spraying of inorganic particles, 
and the protective layer is releasably laminated thereon. 

[Claim 5] An image-protecting method comprising: 
integrating recorded matter on which an image has been 
formed, with the image-protecting film according to any 
one of claims 1 to 4 by heat pressing the protective layer 
onto the image surface of the recorded matter to form a 
laminated sheet; and then, peeling off the support from 
the laminated sheet, thereby forming a protective layer on 
the image surface , 

[Claim 6] The image-protecting method according to 
claim 5, wherein the recorded matter is a recording sheet 
that comprises polyolefin resin-coated paper having 
provided thereon an ink receiving layer, and has an image 
formed on the ink receiving layer by an ink jet recording 
system, 

[Claim 7] Overcoated recorded matter having a 
protective layer for covering an image, on an image 
surface of recorded matter on which an image has been 
formed, wherein the protective layer is formed from the 
protective layer of the image-protecting film according to 
any one of claims 1 to 4. 
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[Detailed Description of the Invention] 
[0001] 

[Technical Field of the Invention] 

The present invention relates to an image-protecting 
film for forming a protective layer on an image surface of 
recorded matter prepared by various recording systems such 
as an ink jet recording system, and particularly relates 
to an image-protecting film suitable for the preparation 
of matte (dull) -tone overcoated recorded matter, and an 
image-protecting method and overcoated recorded matter 
using the same. 
[0002] 

[Prior Art and Problems to be Solved by the Invention] 

An ink jet recording system is a recording system in 
which droplets of ink are ejected through minute nozzles 
of a recording head, and allowed to adhere to a recording 
medium such as paper, thereby forming an image. In recent 
years, coated paper for ink jet recording having the 
structure that an ink receiving layer mainly comprising 
fine porous particles such as silica or alumina has been 
developed, and high-quality ink jet images comparable with 
silver salt photographs have come to be obtained. With 
such an increase in image quality of ink jet images, 
importance has come to be attached to storage stability. 
The formation of ink jet images in which image 
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deterioration caused by light, or water or oxidative gas 
in the air is hard to occur, and which can also withstand 
a little friction has become an important issue of the ink 
jet recording techniques. 
[0003] 

As a means effective for improvement in storage 
stability of recorded matter and image quality, there has 
hitherto been known a method of forming a protective layer 
on an image surface (overcoating) . As the overcoating, 
there are some. methods according to the difference in the 
forming method of the protective layer. Examples thereof 
include: cold lamination in which a film that adheres at 
ordinary temperature is bonded to an image surface while 
peeling off backing paper of the film; heat (hot) 
lamination in which a thermoplastic film having no backing 
paper is bonded to an image surface; and heat transfer 
type overcoating in which an image-protecting film having 
the structure that a transparent film (protective layer) 
is releasably laminated on a support is used, and the 
transparent film is heat transferred to an image surface. 
Above all, the heat transfer type overcoating has the 
advantage that it can form a thinner protective film, 
compared to other methods, resulting in an increase in 
storage stability and image quality without imparting an 
excessive glossy texture to an image surface, and is used 
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also in the protection of ink jet images. As an example 
in which the heat transfer type overcoating is applied to 
the ink jet images, there is known, for example, a 
transfer overcoat layer-having ink jet recording sheet 
obtained by heat transferring an overcoat resin layer 
comprising a thermoplastic resin as a main component via a 
heat resistant film onto the whole surface or a part of an 
ink receiving layer of an ink jet recording sheet on which 
an image has been formed (see patent document 1) . 
[0004] 

When the protective layer is formed on the image 
surface of recorded matter by the heat transfer type 
overcoating, the value of overcoated recorded matter 
finally obtained is largely dependent on the quality of 
the surface of the protective layer. Accordingly, it 
becomes important to select an image-protecting film 
suitable for the use of the overcoated recorded matter* 
For example, in the field of a special use for preparing 
large-sized posters or portraits, or recorded matter 
having a luxury appearance, a matte- tone image surface in 
which a glossy texture is delicately adjusted is chosen 
rather than an image surface smooth and excellent in the 
glossy texture in many cases. Accordingly, a film which 
can express such a matte tone is used as the image- 
protecting film. 
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[0005] 

As the matte tone-expressible image-protecting film, 
there is known, for example, a transfer sheet comprising a 
base film (support) and a coat layer (protective layer), 
wherein minute unevenness is provided on the surface of 
the base film on which the coat layer is formed (see 
patent document 2) . Further, there is known a heat 
transfer sheet in which a gloss-expressing layer and a 
heat-sensitive adhesive layer (protective layer) are 
formed sequentially on a film base material (support), and 
a non-transfer gloss-adjusting layer mainly comprising 
particles and a resin binder is provided between the film 
base material and the gloss-expressing layer (see patent 
document 3) . In these image-protecting films, the surface 
of the protective layer that constitutes a surface when 
heat transferred to an image surface is shaped by the 
surface having minute unevenness on which the coat layer 
is to be formed or by the gloss-adjusting layer to thereby 
be moderately roughened, so that the matte tone can be 
given to the overcoated recorded matter having the 
protective layer formed thereon. 
[0006] 

In the conventional matte tone-expressible image- 
protecting film, however, adjustment of a glossy texture 
(surface roughening) of the surface of the protective 
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layer is not suitably performed. Accordingly, not only a 
desired matte texture is not expressed, but also a 
decrease in image density occurs, which causes 
deterioration in image quality in some cases. Further, in 
the matte tone-expressible image-protecting film, the 
protective layer is formed on the roughened surface 
(unevenness- formed surface) of the support, so that the 
adhesive force of the protective layer to the support 
tends to be strong, compared to an image-protecting film 
for imparting gloss in which a protective layer is formed 
on a smooth surface. The conventional matte tone- 
expressible image-protecting film is too strong in this 
adhesive force. Accordingly, when the support is peeled 
off at a final stage of heat transfer treatment, the 
protective layer which should stay on the surface to which 
the protective layer is transferred is taken by the 
support, resulting in the occurrence of trouble in the 
formation of the protective layer in some cases. 
[0007] 

Accordingly, an object of the invention is to 
provide an image-protecting film which can provide good 
matte-tone overcoated recorded matter giving a sedate 
texture without causing the disadvantages as described 
above, and an image protecting method and overcoated 
recorded matter using the same. 
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[0008] 
[Patent Document 1] 
JP 8-174989 A 
[Patent Document 2] 
JP 4-323088 A 
[Patent Document 3] 
JP 2002-178641 A 
[0009] 

[Means for Solving the Problems] 

The present inventors have variously studied image- 
protecting films used in a heat transfer type overcoat 
method. As a result, it has been found that good matte- 
tone overcoated recorded matter for large-sized posters or 
portraits, or recorded matter having a luxury appearance 
without causing a decrease in image density or trouble in 
the transfer of a protective layer by adjusting . the. 
surface roughness (Ra) according to JIS-B0601 of the 
protective layer-laminating surface of a support within 
the specific range. 

[0010] 

The invention has been made based on the above- 
mentioned finding, and the above-mentioned objects have 
been achieved by providing an image-protecting film having 
a protective layer releasably laminated on a support and 
to be heat transferred onto an image surface of recorded 
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matter on which an image has been formed, wherein the 
surface of the above-mentioned support on which the above- 
mentioned protective layer is laminated has a surface 
roughness (Ra) according to JIS-B0601 of from 0.2 to 0.5. 
[OOllj 

Further, the invention provides an image-protecting 
method comprising integrating recorded matter on which an 
image has been formed, with the above-mentioned image- 
protecting film by heat pressing the above-mentioned 
protective layer onto an image surface of the recorded 
matter to form a laminated sheet, and then, peeling off 
the above-mentioned support from the above-mentioned 
laminated sheet, thereby forming a protective layer on the 
image surface. 

[0012] 

Furthermore, the invention provides overcoated 
recorded matter having a protective layer for covering an 
image, on an image surface of recorded matter on which the 
image has been formed, wherein the protective layer is 
formed from the above-mentioned protective layer of the 
above-mentioned image-protecting film. 

[0013] 

[Mode for Carrying Out the Invention] 

First, the image-protecting film of the invention 
will be described in detail below. 
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[0014] 

A schematic cross sectional view of an embodiment of 
the image-protecting film of the invention is shown in Fig. 
1. This image-protecting film 1 has a support 2, and a 
protective layer 3 releasably laminated on one surface 
(protective layer-laminating surface 2a) of the support 2 
and to be heat transferred onto an image surface of 
recorded matter on which an image has been formed. The 
protective layer-laminating surface 2a is a roughened 
surface having minute unevenness, and the facing surface 
3a (which serves as a protective layer surface after heat 
transfer onto the image surface) of the protective layer 3 
with respect to the protective layer-laminating surface 2a 
is also similarly a roughened surface. The state (a wavy 
line) of the roughened surface shown in the drawing is 
indicated with. emphasis for easy understanding, and 
different from the state of the actual roughened surface, 
[0015] 

Then, the surface roughness (Ra) according to JIS- 
B0601 of the protective layer-laminating surface 2a is 
from 0.2 to 0.5, and preferably from 0.25 to 0.45. When 
the Ra of the protective layer-laminating surface of the 
support is within such a range, the facing surface to the 
protective layer-laminating surface, that is, the surface 
(protective layer surface) forming a surface of the 
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protective layer when the protective layer is heat 
transferred onto the image surface, is shaped by the 
protective layer-laminating surface, whereby the surface 
is moderately roughened. As a result, it becomes possible 
to impart a gopd matte tone giving a sedate texture to the 
image surface while sufficiently maintaining reflection 
density of the image. When the Ra of the protective 
layer-laminating surface of the support is less than 0.2, 
the protective layer surface insufficiently roughened, 
resulting in failure to impart the good matte tone to the 
image surface after the formation of protective layer. 
When the Ra of the protective layer-laminating surface of 
the support exceeds 0.5, there is a fear of causing a 
decrease in image density or poor transfer of the 
protective layer, in this specification, the surface 
roughness (Ra) means the average value of the absolute, 
deviation values from the average line on the surface of 
the support* 

[0016] 

The above-mentioned "protective layer which can 
impart a good matte tone giving a sedate texture to the 
image surface" obtained by adjusting the Ra of the 
protective layer-laminating surface of the support to 0.2 
to 0.5 specifically means a protective layer in which the 
60-degree specular gloss according to JIS-Z8741 of the 
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surface thereof (protective layer surface) is within the 
range of 10 to 30%. The surface protective layer having a 
60-degree specular gloss within such a range has an Ra 
falling within the range of approximately 0.2 to 0.4. 

[0017] 

As a material for the support, there is preferably 
used one having such heat resistance that the shape 
thereof can be stably maintained under specified heating 
and pressing conditions upon the heat transfer, and being 
easily releasable from the protective layer pressed on the 
image surface* It includes, for example, a polyethylene 
terephthalate (PET) film. The above-mentioned surface 
roughness (Ra) of the PET film is usually at most about 
0.05. Accordingly, in order to use such a PET film as the 
support according to the invention (the support in which 
the protective layer-laminating surface has an Ra value of 
0.2 to 0,5), some adjustment for increasing the Ra value 
is necessary. Methods for adjusting the surface roughness 
include, for example, a method of allowing inorganic 
particles such as silica or titania to be contained in the 
PET film. Actually, a mixture of PET and the inorganic 
particles is formed into a sheet form to produce the PET 
film containing the inorganic particles. According to 
this method, a desired Ra value is obtained by 
appropriately adjusting the particle size and content of 
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the inorganic particles. The inorganic particle- 
containing PET film obtained by this method can be used 
alone as the support, or laminated with an ordinary PET 
film (a PET film free from the inorganic particles) to 
form a two- layer structure support. In this two-layer 
structure support, the surface of the inorganic particle- 
containing PET film provides the protective layer- 
laminating surface. The image-protecting film in which 
the protective layer is formed on the inorganic particle- 
containing PET film serving as the support is largely 
different in gloss between the front and back surfaces, so 
that the front and back surfaces can be easily 
distinguished visually. Accordingly, a handling error 
such that the image-protecting film is set in a transfer 
apparatus with the front and back reversed can be 
prevented from occurring. 

[0018] 

Other methods for adjusting the surface roughness of 
the film other than the above include surface-roughening 
treatment by spraying of inorganic particles such as 
silica or titania. The inorganic particles can be sprayed 
by the use of compressed air. According to this method, a 
desired Ra value is obtained by appropriately adjusting 
the particle size and the amount sprayed. 

[0019] 
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It is preferred that the support is made thin as 
much as possible from the viewpoints of suppressing the 
loss of the amount of heat given from a heating device 
such as a heat roll upon the heat transfer and giving 
adhesion between the protective layer and the recorded 
matter- However, when the support is too thin, not only 
handling becomes difficult, but also there is a fear of 
the occurrence of wrinkles on the protective layer and the 
inclusion of bubbles between the surface of the protective 
layer and the image surface upon the heat transfer. 
Considering these, the thickness of the support (when the 
support has the two-layer structure, the thickness of the 
whole two layers) is preferably from 2 to 100 \xn\ f and more 
preferably from 6 to 50 jam. 

[0020] 

Corona discharge treatment can be applied to the 
support as needed. By applying the corona discharge 
treatment to the support, it is possible to improve the 
affinity of a coating solution with respect to the support 
upon the formation of the protective layer and the 
adhesion of the protective layer to the support. The 
corona discharge treatment can be conducted by passing the 
support, which is a subject to be treated, through a space 
in which corona discharge is generated (for example, 
between a pair of electrodes facing each other) , thereby 
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increasing the wetting tension of the surface of the 
support. As a result, the adhesion of the protective 
layer is enhanced. Further, in order to enhance the 
releasability of the support after the protective layer 
has been pressed on the image surface, release treatment 
can also be applied to the protective layer lamination 
face of the support, A silicone resin, a polyolefin resin 
and the like can be used in the release treatment. When 
the release treatment is applied to the surface opposite 
to the protective layer-laminating surface (a surface on 
which no protective layer is laminated) of the support, it 
is effective for the prevention of blocking of films, the 
prevention of heat fusion to a heating device such as a 
heat roll, improvement in slipperiness in paper feeding, 
and the like. 

[0021] 

On the other hand, the protective layer is 
preferably formed from a material excellent in chemical 
and physical barrier properties, transparency, adhesion to 
the image surface and the like, and capable of being 
moderately shaped by the protective layer-laminating 
surface of the support that is roughened as described 
above. Such materials include, for example, an acrylic 
copolymer, an acrylic-styrene copolymer, an acrylic- 
urethane copolymer, a vinyl acetate resin, a vinyl acetate 



15 



copolymer, a vinyl chloride-vinyl acetate copolymer, a 
vinyl chloride-acrylic copolymer, a vinyl acetate-acrylic 
copolymer, an acrylic-silicone copolymer and the like. In 
particular, an acrylic copolymer is preferably used in 
terms of transferability, storage stability and cost* 

[0022] 

The structure of the protective layer is not limited 
to a single-layer structure as shown in Fig. 1, but may be 
a two-layer structure as shown in Fig. 2- In this image- 
protecting film 4, a surface protective layer 5 and an 
adhesive layer 6 are sequentially laminated on the 
protective layer-laminating surface 2a of the above- 
mentioned support 2. As materials for forming the surface 
protective layer 5 and the adhesive layer 6, the above- 
mentioned resins such as an acrylic copolymer can be used, 
but it is preferred that the resin that forms the adhesive 
layer 6 has a glass transition temperature (Tg) lower than 
the Tg of the resin that forms the surface protective 
layer 5. The protective layer having such a two-layer 
structure provides an image-protecting film having 
adhesion to the image surface (mainly owing to the 
function of the adhesive layer) , and image-protecting 
functions such as water resistance, light resistance, gas 
resistance and wear resistance, and blocking resistance 
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and scratch resistance (mainly owing to the function of 
the surface protective layer), in a well-balanced manner. 

[0023] 

In addition to the above-mentioned resin components, 
the protective layer (surface protective layer or adhesive 
layer) can contain various additives such as an UV 
absorber, a light stabilizer, an antioxidant, a water 
resistance-imparting agent, a preservative, a viscosity 
improver, a fluidity improver, a pH adjusting agent, a 
leveling agent, a pigment and a dye* 

[0024] 

The protective layer can be formed by dissolving or 
dispersing layer- forming materials in an appropriate 
solvent to prepare a coating solution, applying this 
coating solution onto the support by a conventional method, 
and drying it. In the case of the two-layer structure, . . . 
the respective layers may be sequentially laminated on 
each other. The coating solution can be applied by a 
conventional method using a known coating apparatus such 
as a blade coater, an air knife coater, a bar coater or a 
roll coater. 

[0025] 

The thickness of the protective layer is preferably 
from 2 to 20 pim, and more preferably from 5 to 15 pin, from 
the viewpoint of a balance between image protection 
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characteristics such as water resistance, light resistance, 
gas resistance and wear resistance and the maintenance of 
an original texture of the recorded matter. In the case 
of the two-layer structure (the surface protective layer 
and the adhesive layer) as shown in Fig. 2, the thickness 
of the surface protective layer is preferably from 2 to 6 
Hm, considering to secure the image protection 
characteristics and necessary characteristics of the 
protective layer itself such as blocking resistance and 
scratch resistance- Further, the thickness of the 
adhesive layer is preferably from 2 to 6 jam, from the 
viewpoint of increasing heat transfer strength to adhere 
the protective layer to the image surface without the 
inclusion of bubbles* 

[0026] 

The image-protecting method of the invention using 
the above-mentioned image-protecting film will be 
described below. 

[0027] 

The image-protecting method comprises integrating 
recorded matter on which an image has been formed, with 
the above-mentioned image-protecting film by heat pressing 
the above-mentioned protective layer onto the image 
surface of the recorded matter to form a laminated sheet, 
and then, peeling off the above-mentioned support from the 
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above-mentioned laminated sheet, thereby forming the 
protective layer on the image surface. 

[0028] 

The above-mentioned recorded matter to which the 
image-protecting method of the invention is applied is 
prepared by imparting color materials to a recording 
surface of a recording medium to form an image. There is 
no particular limitation on the method for forming the 
image, and various recording systems such as an ink jet 
recording system, an offset printing system, a gravure 
printing system, a sublimation transfer system, a melt 
transfer system and an electrostatic toner recording 
system can be used. In particular, an ink jet recording 
system is preferred. 

[0029J 

In the ink jet recording system, aqueous inks 
comprising an aqueous medium and a dye "or pigment color 
material dissolved therein are used, and the aqueous inks 
are each ejected through nozzles of a recording head to 
impart color materials to the recording surface of the 
recording medium, thereby forming the image. In the 
invention, either a dye ink or a pigment ink can be used 
without problems, as long as it is an usual ink for ink 
jet recording. In general, the pigment ink is excellent 
in water resistance, light resistance and the like of a 
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recorded image , but poor in color developability (image 
density) . However, in the image-protecting method of the 
invention, diffused reflection of incident light 
contributing to a reduction in color developability is 
inhibited by covering the pigment ink image with the 
protective layer. As a result/ color developability is 
enhanced, so that the defect of the pigment ink can be 
compensated. 

[0030] 

Further, as the recording medium used in the 
preparation of the above-mentioned recorded matter, there 
may be appropriately selected one suitable for a recording 
system employed. When the ink jet recording system is 
employed, paper or general coating printing paper such as 
art paper or coated paper can also be used as the 
recording medium. However, when a full-color image of 
high quality and high grade is desired, coated paper for 
ink jet recording which has characteristics conforming to 
an aptitude for ink jet recording is preferred. 

[0031] 

The above-mentioned coated paper for ink jet 
recording is coated paper constituted so that an ink 
receiving layer is provided on a base material. As the 
base material, there is used paper, a film, resin-coated 
paper or the like. The resin-coated paper comprises a 
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paper sheet and a layer or layers of a polyolefin resin 
such as polyethylene provided on one side or both sides 
thereof, and is excellent in gloss, texture, water 
resistance and the like. Further/ cockling (wrinkles or 
undulation) after printing is difficult to occur. 
Accordingly, paper of this type is suitable when photo- 
like recorded matter having a silver salt photograph tone 
is output- Further, the ink receiving layer is a porous 
layer containing inorganic particles such as amorphous 
silica, magnesium carbonate or . alumina in an amount of 
about 4 0 to 90% by weight, and also contains polyvinyl 
alcohol or the like as a binder. The thickness of the ink 
receiving layer is preferably from about 20 to 50 jjm- 
[0032] 

One embodiment of an image forming apparatus used 
for carrying out the image-protecting method of the 
invention is shown in Fig. 3. This image forming 
apparatus 10 comprises an ink jet recording unit 11 for 
ejecting an ink to a recording surface of a recording 
medium to form an image, and a protective layer forming 
unit 12 for forming a protective layer on the image. The 
above-mentioned image-protecting film 1 wound in a roll 
form is set in the protective layer forming unit 12, 
Further, in the rear of the protective layer forming unit 
12, a cutter 13 for cutting a long sheet to a unit length 
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I. 

and a paper catch tray 14 for stocking a plurality of cut 
sheets cut to the unit length are installed* 

[0033] 

In the image forming apparatus 10 having such a 
structure, the ink jet recording unit 11 sends out a 
recording medium M in a roll form to a position of a 
platen 16 with a paper feed roll 15 driven by a motor not 
shown, and ejects each color ink from a recording head 17 
to the recording surface thereof, depending on image 
information, to form the image, thereby preparing recorded 
matter P (an image forming process) - The recorded matter 
P thus prepared is transferred to the protective layer 
forming unit 12. 

[0034] 

In compliance with the recorded matter P transferred 
from the ink jet recording unit 11, a film feed roll 18 is 
rotated to send out the image-protecting film 1, and the ' 
recorded matter P and the image-protecting film 1 are 
laminated on each other so that the surface of the 
protective layer 3 thereof and the recording surface of 
the recorded matter P face each other (the image surface) , 
and allowed to pass through a nip part between a heat roll 
19 and a pressure roll 20 pressed on each other, at a 
specified transfer speed under a specified heating 
temperature and nip pressure. The heating temperature is 
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set to a temperature higher than the glass transition 
temperature of the thermoplastic resin forming the 
protective layer. By this treatment, the protective layer 
3 having adhesive properties is pressed on the image 
surface to form the laminated sheet in which the recorded 
matter P is integrated with the image-protecting film 1. 
Then, the support 2 is peeled off from the laminated sheet 
with a winding roll 21, thereby completing a protective 
layer forming process. 

[0035] 

The recorded matter (overcoated recorded matter) OP 
with the protective layer thus formed on the image surface 
is cut to a specified length with the cutter 13, and 
discharged onto the paper catch tray 14. 

[0036] 

The image-protecting method of the invention has. 
bieeh described below, taking as an example the case "of : 
using the long recording medium (so-called machine glazed 
paper) . However, for a cut sheet recording medium of A4 
size or the like, the protective layer can also be formed 
in the same manner as described above . 

[0037] 
[EXAMPLES] 

The present invention will be specifically 
illustrated with reference to the following Examples and 
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test Examples demonstrating the effects of the invention, 
but the invention should not be construed as being limited 
thereto . 

[0038] 
[Example 1] 

Onto the whole surface of a protective layer- 
laminating surface of the support 1 described below, 
Movinyl 8030 (an acrylic copolymer resin emultion, Tg of 
the resin component: 30 °C, manufactured by Clariant 
Polymer Co., Ltd.) was coated with a wire bar, and then 
dried to form a surface protective layer having a 
thickness of 4 p. Subsequently, onto the surface 
protective layer, Movinyl 727 (an acrylic copolymer resin 
emultion, Tg of the resin component: 20°C, manufactured by 
Clariant Polymer Co*, Ltd.) was coated with a wire bar, 
and then dried to form an adhesive layer having a 
thickness of 4 ym. Thus, an image-protecting film having' 
a total thickness of 8 \mi was prepred. 

[0039] 
(Support 1) 

Corona discharge treatment was applied to one side 
of a matte agent-containing PET film (Lumilar X42, 
thickness: 38 Mm, manufactured by Toray Industries, Inc.), 
and the surface subjected to the corona discharge 
treatment was used as a protective layer-laminating 
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surface- The surface roughness (Ra) according to JIS- 
B0601 of this protective layer-laminating surface was 0.4. 

[0040] 
[Example 2 J 

An image-protecting film was prepared in the same 
manner as in Example 1 with the exception that the 
following support 2 was used in place of the support !• 
(Support 2) 

Corona discharge treatment was applied to one side 
of a matte agent-containing PET film (Diafoil E-130, 
thickness: 38 fim, manufactured by Mitsubishi Polyester 
Film Corporation) , and the surface subjected to the corona 
discharge treatment was used as a protective layer- 
laminating surface. The surface roughness (Ra) according 
to JIS-B0601 of this protective layer-laminating surface 
was 0.3. 

[0041] 

[Comparative Example 1] 

An image-protecting film was prepared in the same 
manner as in Example 1 with the exception that the 
following support 3 was used in place of the support 1. 
(Support 3) 

Corona discharge treatment was applied to one side 
of a matte agent-containing PET film (Diafoil E-180, 
thickness; 38 pm, manufactured by Mitsubishi Polyester 
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Film Corporation), and the surface subjected to the corona 
discharge treatment was used as a protective layer- 
laminating surface. The surface roughness (Ra) according 
to JIS-B0601 of this protective layer-laminating surface 
was 0.15. 

[0042] 

[Comparative Example 2] 

An image-protecting film was prepared in the same 
manner as in Example 1 with the exception that the 
following support 4 was used in place of the support 1. 

(Support 4) 

Corona discharge treatment was applied to one side 
of a PET film having a roughened surface by sandblast 
processing (Lumimat #200 trace, manufactured by Toray 
Industries, Inc.), and the surface subjected to the corona 
discharge treatment was used as a protective layer- 
laminating surface. The surface roughness (Ra) according " 
to JIS-B0601 of this protective layer-laminating surface 
was 0.6. 

[0043] 

[Preparation of Recorded Matter] 

Using a pigment ink jet printer (Crystario PPS-1, 
manufactured by Seiko Epson Corporation), a black color 
patch was printed on a recording surface of coated paper 
for ink jet recording having polyolefin resin-coated paper 
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as a base material (PM photographic paper (gloss), 
manufactured by Seiko Epson Corporation) to prepare 
recorded matter. 

[0044] 

[Preparation of Laminated sheet] 

Each of the above-mentioned image-protecting films 
was laminated on an image surface of the above-mentioned 
✓recorded matter so that a surface of the protective layer 
thereof and the image surface faced each other, and 
allowed to pass through a nip part between a pair of heat 
rolls pressed on each other, at a nip pressure of 1 kN/m, 
a roll surface temperature of 100°C and a transfer speed 
of 10 mm/sec, thereby pressing the protective layer on the 
image surface to prepare a laminated sheet in which the 
recorded matter was integrated with the image-protecting 
film. 

[0045] 
[Test Examples] 

For the laminated sheets obtained as described above, 
transferability and cuttability of edges were each 
evaluated by the following methods. Further, for 
overcoated recorded matter obtained by peeling off the 
support from the above-mentioned laminated sheet, matte 
texture, color developability, 60-degree specular gloss, 
light resistance, and gas resistance were each evaluated 
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by the following Methods. The results thereof are shown 
in Table 1 below. 

[0046] 

[Evaluation Method of Transferability] 

The support was peeled off from the above-mentioned 
laminated sheet at a peeling angle of 180 degrees and 
peeling speed of 100 cm/min, and the results visually 
observed at that time were evaluated according to the 
following evaluation criteria: 
Evaluation Criteria 

A: The protective layer does not come up from the 
image surface during the peeling of the support to cause 
no occurrence of blurring or peeling off of the image. 
Transferability is good. 

B: The coming up of the protective layer from the 
image surface is partly observed during the peeling of the 
support, and the blurring or peeling off of the image is 
somewhat observed. However, it has practically no problem. 

C: The coming up of the protective layer from the 
image surface is observed in considerable parts during the 
peeling of the support, and the blurring or peeling off of 
the image is significant. It is unpracticable . 

[0047] 
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[Evaluation Method of Matte Texture] 

To a striplight as a light source, the above- 
mentioned overcoated recorded matter was placed at a 
position where 60-degree reflection of incident light from 
the light source to a surface of the protective layer 
thereof was obtained, and the shape of the light source 
reflected on the surface of the protective layer 
(reflected shape) was visually observed. The case where 
the reflected shape was not confirmed was rated as A (good 
matte texture) , the case where the reflected shape could 
be dimly confirmed was rated as B (relatively good matte 
texture) , and the case where the reflected shape could be 
distinctly confirmed was rated as C (no matte texture) . 
[0048] 

[Evaluation Method of Color Developability] 

For a color patch (black) -printed portion of the 
above-mentioned overcoated recorded matter, the optical 
density (OD) value was measured using a Macbeth 
densitometer RD918. The case where the OD value was 
improved more then 5% based on the OD value of the color 
patch (black) -printed portion previously measured before 
the formation of the protective layer was rated as A (good 
developability) , the case where the rate of change of the 
OD value was within ± 5% was rated as B (practically no 
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problem) / and the case where the OD value decreased more 
than 5% was rated as C (impracticable) . 

[0049] 

[Evaluation Method of 60-Degree Specular Gloss] 

For a surface of the protective layer of the above- 
mentioned overcoated recorded matter, the 60-degree 
specular gloss (%) was measured using a gloss meter GM-3D 

(manufactured by Murakami Color Research Laboratory) . For 
a sample having a poor transfer portion, the gloss was 
measured at a portion having no poor transfer. 

[0050] 

[Evaluation Method of Light Resistance] 

Light exposure treatment of 450 kJ/m 2 was conducted 

to the above-mentioned overcoated recorded matter using a 
xenon weatherometer Ci35A manufactured by ATLAS under the 
conditions of a . radiation energy at 340 nm of 0.25 W/m 2 , a 
black panel temperature of 63°C and a humidity of 50% RH. 
Then, for each sample the density decreasing rate at 
printed areas showing an OD value of 1.0 for Y, M and C 
between before and after the light exposure treatment was 
determined using a color difference meter. When this 
value was less than 3%, it was rated as A (a decrease in 
image density was scarcely observed, and light resistance 
was good), from 3% to less than 5% as B (practically no 
problem), from 5% to less than 10% as C (practical limit), 
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and 10% or more as D (a decrease in image density was 
significant, and impracticable) . 

[0051] 

[Evaluation Method of Gas Resistance] 

The overcoated recorded matter was placed in a glass 
container having an inlet and an outlet, and ozone gas 
generated with a gas generator was introduced into the 
glass container at 1 ppm continuously for 100 hours to 
conduct gas treatment. Then, for each sample the density 
decreasing rate at printed areas showing an OD value of 
1.0 for Y, M and c between before and after the gas 
treatment was determined using a color difference meter. 
When this value was less than 3%, it was rated as A (a 
decrease in image density was scarcely observed, and gas 
resistance was good) , from 3% to less than 5% as B 
(practically no problem), from 5% to less than. 10% as C 
(practical limit), and 10% or more as D (a decrease in 
image density was significant, and unpracticable) . 

[0052] 
[Table 1] 
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A 


A 
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[0053] 

[Advantage of the Invention] 

The image-protecting film of the invention can form 
a protective film capable of imparting a good matte tone 
of a sedate texture to a large-sized poster or portrait, 
or recorded matter having a luxury appearance, etc., 
without causing a decrease in image density or trouble in 
the transfer of the protective layer, and hence is 
extremely effective for improvement in image quality and 
storage stability. 

[Brief Description of the Drawings] 

[Fig. 1] is a schematic cross sectional view showing 
one embodiment of an image-protecting film of the 
invention; 

[Fig. 2] is a schematic cross sectional view showing 
another embodiment of an image-protecting film of. the 
invention; and 

[Fig. 3] is a schematic side view showing one 
embodiment of an image forming apparatus used for carrying 
out an image-protecting method of the invention. 
[Description of Reference Numerals and Signs] 

1, 4: Image-Protecting Layer, 2: Support, 2a: 
Protective Layer-Laminating Surface of Support, 3: 
Protective Layer, 3a: Protective Layer Surface, 5: Surface 
Protective Layer, 6: Adhesive Layer, 10: Image Forming 
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Apparatus, 11: Ink Jet Recording Unit, 12: Protective 
Layer Forming Unit, 13: Cutter, 14: Paper Catch Tray, M: 
Recording Medium, p : Recorded Matter, and OP: Overcoated 
Recorded Matter. 
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[Designation of Document] Drawing 
[Fig. 1] 




[Designation of Document] Abstract 

[Abstract] 

[Problems] 

To provide an image-protecting film that can form a 
protective film capable of imparting a good matte tone of 
a sedate texture to a large-sized poster or portrait, or 
recorded matter having a luxury appearance, etc., without 
causing a decrease in image density or trouble in the 
transfer of the protective layer, and an image-protecting 
method and overcoated recorded matter using the same. 

[Means for Resolution] 

In an image-protecting film having a support 2 and a 
protective layer 3 releasably laminated on one side of the 

support 2 and to be heat transferred onto an image surface 
of recorded matter on which an image has been formed, the 
protecting layer-laminating surface 2a of the support 2 is 
set to have a surface roughness (Ra) according to Jls- 
B0601 of from 0.2 to 0.5. Such an adjustment of the Ra 
value can be made by a method of incorporating inorganic 
particles such as silica and titania into a PET film 
serving as a support or by a method of spraying the 
inorganic particles to a PET film serving as a support. 
[Selected Drawing] Fig. 1 



1 



